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ESTIMATION OF MOLYBDENUM IN CAST IRON.
Proceed as  directed  for steel   in  the foregoing

Where tungsten in considerable amount was
present, Brearley and Ibbotson found it advantageous
to filter off the graphite, burn the filter at low redness,
and fuse the residue with potassium nitrate.

ESTIMATION OF MOLYBDENUM IN FERRO-MOLYBDENUM
AND FUSED MOLYBDENUM.
These alloys are readily attacked by acids, and
molybdenum may be estimated as directed in the
foregoing pages.